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AMENDMENTS TO THE CLAIMS 

1. (Currailty amended) Avin^denefhiorideiesmincmofi^^ 

vii^lideae fiuonde resin having an inherent viscosity of at least 1.40 dl/g, and having a knot 
strength (JIS L1013) of at least 650 MPa and a twist index of at least 0.90 when measuied after 
the monofilament being subjected to application for 1 minute of a tensile load equal to 
approxiinately 50% of a maximum tensile load (JIS K71 13), removal of die load, and standing 
forShours^ 

wherein the monofilament has a core^heath laminar structure comprising a core a 
higher inherent viscosity and a sheath havin g ft l^iyy inli erent viscosity, 

2. (Previously presented) The monofilanient according to claim 1, having a twist index of 
at least 0.92. 

3. (Cancdled) 

4. (Previously presentecQ The monofilament according to claim 1, having a knot 
elongation of 16 - 35% and a Young's modulus of 1500 - 3500 MPa. 

5. (Previously presented) The monofilanmit accocdingto claim 1, having a diameter of 
52 mm— 1.81 mm. 
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6. (Wididrawn) A process for prodocmg a vinylidene fluoride 

con^nisiiig: subjecting a vinylidene fhumde resin monafiUmieiit haying an inherent viscosity of 
at least 1.40 dl/g after melt-spinning and stretdung to ahigh-teoopeiatiiie relaxation treatment for 
an extremely short period of O.OS - 0.5 sec. widun a hi^tempeniture heating oil badi at a 
temperatme of 140 - ITS^'C. 

7. (Withdrawn) He process according to claim 6> wherein the vinylideoe fluoride resin 
monofilament has been stretched at a ratio of at least 5 times prior to the relaxation heat 
treatment. 

8. (Withdrawn) The process according to claim 6, wherein a relaxation of 1 - 14% is 
Siven in the relaxation heat treatment 

9. (^I^dnwn) Tlie process accofding to daim6» wherein the heating oil balho^^ 
glycerin, silicone oil or polyediylene glycol. 

ID, (Previously presented) A fishing line.conqjrising a vinylidene fluoride resin 
nKmofilament according to claim 1. 

IL (Previously presented) The fishing line aocordmg to claim 10, in a fbim of being 
wound about a spool. 
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